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In the Claims 

No amendments to the claims are presented herein. For convenience, a complete 
daim listing follows: 

1. (Withdrawn) A plastlcized poEyvlnylbutyral composition comprising (a) a PVB 
resin, composition having a hydroxy! number of from about 15 to about 34 and 
comprising a mixture of meso and raoemic stereoisomers wherein the ratio of meso 
to racemic stereoisomers (M/R) is in the range of from about 2.5 to about 5.0; (b) a 
surfactant; and (c) a plasticizer in an amount of from about 30 to about 50 parts per 
hundred (pph) based on the total weight of the PVB resin composition; and wherein 
the tensile creep of the plastlcized polyvinylbutyral composition is lees than or equal 
to 3.0. 

2. (Withdrawn) The composition of Claim 1 wherein the surfactant Is selected from: 
sodium dioctylsulfosuccinate, sodium mettiyl cocoyi taurate, sodium lauryl sulfate, 
or mixtures thereof. 

3. (Withdrawn) The composition of Claim 2 whereiii the PVB resin composition has 
a hydroxyl number of from about 17 to about 19 and wherein the ratio of meso to 
racemic stereoisomers (WR) is in the range of from about 3,1 to about 3.5. 

4. (Withdrawn) The composition of Claim 3 wherein the tensile creep of the 
plasticized polyvinylbutyral composition is less than or equal to 2.5. 

6. (Withdrawn) The composition of Claim 4 wherein the tensile creep of the 
plastlcized polyvinylbutyral composition is less than or equal to 1 .5. 

6. (Previously amended) A process for preparing a PVB resin composition having a 
mixture of meso and racemic stereoisomers^ the process comprising the steps: (a) 
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mixing components (1) through (v) to obtain an aqueous reaction mixture (RM); and, 
(b) stirring RM for a period of from about 15 minutes to about 180 minutes at a 
temperature in the range of from 80*C to about lOCC to obtain the PVB resin 
composition, wherein the components of RM are (i) water, (ii) an acidic aqueous 
polyvinyl alcohol solution having a dry weight PVA concentration of from about 8 
wt% to about 20 wt%, based on the total weight of the solution, that is maintained at 
a temperature of at least about 80 "C, (ill) an acid compound or mixture of acid 
compounds present in an amount sufficient to give RM a pH of from about 1 .3 to 
about 2.5; (iv) a surfactant or a mixture of surfactants present in an amount of from 
about 0.1 wt % to about 0.70 wt % based on the dry weight of the PVA, and (v) 
butyraidehyde, wherein the ratio of (ii) to (v) is sufHcient such that there is unreacted 
hydroxyi functionality in the PVB resin composition, and wherein the PVB resin 
composition has a hydroxyi number of from about 15 to about 34 and further wherein 
the meso to racemic ratio (M/R) of the PVB composition is in the range of from about 
2.5 to about 5.0. 

7. (Original) The process of Claim 6 wherein the surfactant is selected from 
surfactants in the group consisting of; sodium dioctylsulfosuccinate, sodium methyl 
cocoyi taurate, sodium lauryl sulfate, or mixtures thereof, in an amount of from about 
0.1 wt % to about 0.70 wt % based on the dry PVA weight used in the PVB resin 
recipe. 

8. (Original) The process of Claim 7 further comprising the steps of: (i) raising the 
pH of the mbcture to a pH of at least 10 (ii) draining the liquid from the mixture and 
(ill) washing the PVB with neutral pH water. 

9. (Original) The process of Claim 8 wherein sodium methyl cocoyi taurate is the 
surfactant. 
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10. (Original) The process of Claim 8 wherein sodium lauryl sulfate is the surfactant. 

1 1 . (Previously amended) The process of Claim 8 wherein sodium 
dioctylsulfosuccinate is the surfactant. 

12. (Previously amended) The process of Claim 8 wherein the add compound or 
mixture of acid compounds comprises phosphoric acid. 

13. (Withdrawn) A plasticized PVB composition made by a process comprising the 
steps: (a) mixing components (i) through (v) to obtain an aqueous reaction mixture 
(RM); and, (b) stirring RM for a period of from about 15 minutes to about 180 
minutes at a temperature In the range of from about S^'C to about lOC'C to obtain 
the PVB resfn composition, wherein the components of RM are (i) water, (ii) an 
acidic aqueous polyvinyl alcohol solution having a dry weight PVA concentration of 
from about 8 wt% to about 20 wt%, based on the total weight of the solution, that is 
maintained at a temperature of at least about 80 ''C, (ill) an acid compound or 
mixture of acid compounds present in an amount sufficient to give RM a pH of from 
about 13 to about 2.5; (iv) a surfactant or a mixture of surfactants present in an 
amount of from about 0.1 wt % to about 0.70 wt % based on the dry weight of the 
PVA, and (v) butyraldehyde, wherein the ratio of (ii) to (v) Is sufficient such that there 
is unreacted hydroxyl tunctionality In the PVB resin composition, and wherein the 
PVB resin composition has a hydroxyl number of from about 15 to about 34 and 
further wherein the meso to racemic ratio (M/R) of the PVB composition is in the 
range of from about 2.5 to about 5.0. 

14. (Withdrawn) The composition of Claim 13 wherein sodium methyl cocoyi taurate 
is the surfactant. 



PAGE 5/7*RCVDAT5i9/20071:16:26PM [Eastern Daylight ^^^^^^ 



MAY. 9.2007 1:14PM 



NO. 7220 P. 6 



Application No.: 10/519,661 

Docket No.: AD6871 USPCT Page 5 

15. OATithdrawn) The composition of Claim 13 wherein sodium laurel sulfate Is the 
surfactant 

16. (Withdrawn) The composition of Claim 13 wherein sodium dioctylsulfosuccinate 
is the surfactant. 

17. (Withdrawn) The composition of Claim 13 wherein the tensile creep Is less than 
or equal to 2.5. 

18. (Withdrawn) The composition of Claim 13 wherein the tensile creep is less than 
or equal to 1 .5. 
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